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ABSTRACTED-PUB-NO: JP 49052860 A 
BASIC-ABSTRACT: 

PVC Plastisol contg. foaming regulator was mech. foamed and heated at 
?200 

degrees and then at 140-70 degrees to give foams with skin. In an 
example, a 

kneaded mixt . from Sumilit PX-NL 100, dioctyl phthalate 70, bu benzyl 
phthalate 

30, and KS-6F (Sn-type stabiliser) 3 pts. was treated with 4 pts. 
SH-1250 

(silicone surfactant), mech. foamed (3 kg./cm2, ll./min. air), and 

heated at 

290 degrees for 4 mins . 30 sees. to give a foam (density 0.34) with 
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0.3 

mm. -thick skin. 
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